High Speed Composite p-Channel Si/SiGe 
Heterostructure for Field Effect Devices 



by J.O. Chu, R. Hammond, K.E. Ismail, SJ. Koester, P.M. Mooney, J.A. Ott 



Field of the Invention 



This invention relates to a silicon and silicon germanium based materials system and more 
specifically, to a novel epitaxial field effect transistor structure capable of high-speed low-noise, 
microwave, submillimeter-wave and millimeter-wave applications. Preferably, the epitaxial field 
effect transistor structure includes a high performance strained p-channel incorporating silicon, 
germanium, and sihcon germanium layers to form a modulation-doped heterostructure. 



o 
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Background of the Invention 

hi high speed and low noise device applications, the focus has been on designing and fabricating 
high electron mobihty transistors (HEMTs) or modulation-doped field effect transistors 
(MODFETs) where carrier (eg. electrons, holes) conduction occurs in an undoped channel layer 
such that the carrier mobility is not limited by impurity scattering and high carrier mobility is 
achieved. In general, these high speed electronic devices are often used as low-noise amplifiers, 
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power amplifiers, satellite receivers and transmitters operating in the microwave and rf regime, 
and the material of choice is usually the faster but more expensive IH-V (e.g. GaAs) materials 
system and technology. A complicated and costly m-V materials technology is not very 
desirable in the semiconductor industry whereas a less-expensive SiGe materials system which is 
fully compatible with present Si technology is more desirable and far easier to integrate with 
existing Si-CMOS device technology. 

One example of a material system compatible with Si technology is described in U.S. Pat. No. 
5,019,882 which issued on May 28, 1991 to P.M. Solomon entitled "Germanium Channel Silicon 
MOSFET" and assigned to the assignee herein. In U.S. Pat. No. 5,019,882, a channel having 
improved carrier mobility comprises an alloy layer of silicon and germanium which is grown 
above a silicon substrate. The alloy layer is kept thin enough for proper pseudomorphic 
dislocation free growth. A layer of silicon is formed over the alloy layer and is oxidized partially 
through to form a dielectric layer. A gate region is formed over the sihcon dioxide, 

A second example of a high performance SiGe device structure compatible with Si technology, 
is described in U.S. Pat. No. 5,534,713 which issued on July 9, 1996 to K.E. Ismail entitled 
"Complementary Metal-Oxide Semiconductor Transistor Logic Using Strained Si/SiGe 
Heterostmcture Layers" and assigned to the assignee herein. In U.S. Pat. No. 5,534,713 a silicon 
CMOS transistor structure is described utilizing a buried SiGe channel under compressive strain 
with enhanced hole mobihty for a p-channel device, and a buried Si channel under tensile strain 
with enhanced electron mobility for an n-channel device fabricated on a strained Si/SiGe 
heterostmcture design. Further in 5,534,713 the proposed compressively-strained SiGe layer 
serving as a p-channel for the p-channel field effect transistor is described as having a 
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composition of germanium in the range from 50 to 100% and with a preferred composition of 
80%. Thus far, prototype SiGe p-channel MODFETs utihzing this channel design and 
composition at the IBM Corporation have yielded hole mobilities only up to 1,000 cmWs at 
room temperature. Consequently, in order to achieve an even higher hole mobility of greater 
than 1,000 cmWs, a p-channel design w^ith a composite or dual layer structure composed of a Ge 
layer (of 1 5-20A thick) together with a SiGe layer of 70-80% Ge (of 70- 1 OOA thick) is presented 
as the optimum p-channel structure to produce a higher hole mobility in a SiGe materials system. 



Summary of the Invention 



In accordance with the present invention, a silicon and silicon germanium based epitaxial 
structure for a p-type field-effect transistor that utihzes a composite or a dual layer structure of 
substantially pure Ge and a SiGe layer in a p-channel region is described for forming a p-channel 
device comprising a semiconductor substrate, a first layer of relaxed Sii-^GC;, formed epitaxially 
on the substrate where the Ge fraction x is in the range from 0.35 to 0.5, a second layer of p 
doped Sii-;cGe;, formed epitaxially on the first layer, a third layer of undoped Si formed epitaxially 
on the second layer whereby the Si layer is under tensile strain and remains commensurate with 
respect to the top of the first relaxed Sii-^^Gc;, layer, a fourth layer of undoped Sii-^cGe^^ formed 
epitaxially on the third layer, a fifth layer of undoped Ge formed expitaxially on the fourth layer 
whereby the Ge layer is under compressive strain and remains commensurate with respect to the 
top of the first relaxed Sii.„,Gew layer, a sixth layer of undoped Sii.yG&y formed epitaxially on the 
fifth layer where the Ge flection w is m the range from 0.5 to less than 1.00 and where w-x > 0.2 
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whereby the Sii-wGew layer is under compressive strain, and a seventh layer of imdoped SiiXe, 
formed epitaxially on the fifth layer. A metal layer alone to form a Schottky barrier or a 
dielectric and metal layer may be formed and patterned over the seventh layer to form the gate of 
the p-channel field effect transistor while the drain and source regions may be formed by forming 
p regions on either side of the gate in the layered structure. This layered structure design forms a 
modulation-doped heterostructure whereby the supply layer or the second p-doped Sii.^Ge^c layer 
is located below the active composite channel of layers of five and six. Furthermore, in this 
layered device structure, the spacer layer which separate the active channel from the supply layer 
employs a dual layer comprising the third layer of undoped Si and the fourth layer of undoped 
Sii-xGe^. 

The invention further provides a method for forming and a p-channel field effect transistor 
having increased hole mobility in its channel comprising a semiconductor substrate, a first layer 
of relaxed Sii.;cGe;c formed epitaxially on the substrate where x is in the range from 0.35 to 0.5, a 
second layer of p doped Sii.;cGe;c formed epitaxially on the first layer, a third layer of undoped 
Sii-^Ge^c formed epitaxially on the second layer, a fourth layer of undoped Ge formed epitaxially 
on the third layer whereby the Ge layer is commensurate with respect to the top of the first 
relaxed Sii-wGe„, layer, a fifth layer of undoped Sii.^Ge^ formed epitaxially on the fourth layer 
where the Ge fraction w is in the range from 0.5 to less than 1.00 and the fifth Sii.,,Ge„ layer is 
under compressive strain, and a sixth layer of undoped Sii-^Gc;, formed epitaxially on the fifth 
layer. This layered structure design describes a modulation-doped heterostructure whereby the 
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supply layer or p-doped Sii-^Ge^ second layer is separated from the active composite channel in 
the fourth and fifth layers by a single spacer third layer design of Si or Sii.xGe;c. 

The invention further provides a method and a p-channel field effect transistor having 
increased hole mobility in its channel comprising a semiconductor substrate, a first layer of 
relaxed Sii-;cGe;c formed epitaxially on the substrate where x is in the range from 0.35 to 0.5, a 
second layer of undoped Ge formed epitaxially on the top of the first layer whereby the Ge layer 
is commensurate with respect to the top of the first relaxed Sii.jcGe^c layer, a third layer of undoped 
Sii-wGcw formed epitaxially on the second layer where the Ge fraction w is in the range from 0.5 
to less than 1.00 and the third Sii-wGew layer is under compressive strain, a fourth layer of 
undoped Sii.jcGe;^ formed epitaxially on the third layer, and a fifth layer of p-doped Sii.jcGe;^ 
formed epitaxially on the fourth layer. This layered structure design describes a 
modulation-doped heterostructure whereby the supply layer or the fifth layer of p-doped Sii-j^Ge^ 
is located above the active composite channel comprising the second and third layer. Likewise, 
the supply layer or the fifth layer of p-doped Sii-^Ge^c can be further separated above the active 
composite channel of the second and third layer with the addition of a Si spacer layer between the 
third and fourth layer, or alternatively between the fourth and fifth layer. 

The invention further provides a method and a structure for a relaxed (greater than 90%) 
Sii.^Ge;c buffer layer comprising a semiconductor substrate, a first layer of partially relaxed (less 
than 50%) Sii-jtGe;c formed epitaxially by stepwise grading (or linear grading) where the Ge 
content of the layers is increased in a stepwise fashion (or in a linear fashion) starting on a 
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substrate and x is in the range of 0.1 to 0.9, a second layer of Sii-^Ge^ formed epitaxially on the 
first layer where;; = x + z and z is in the range from 0.01 to 0.1 which serves to "over relax" the 
second layer to an equivalent composition and having a lattice spacing corresponding to a 
composition greater than x, and a third layer of Sii.;,Ge/ formed epitaxially on the second layer 
whereby Sii-xGe^ layer is now more relaxed as compared to the original, partially relaxed Sii.;,Ge;c 
first layer. The extent of additional relaxation due to this "over shoot" second layer of Sii-^Ge^; 
does depend on the thickness of this second layer which in turn is limited by its critical thickness 
on the initial partially relaxed Sii-^Ge^^ first layer. 

,11 The invention further provides a p-type field-effect transistor can be fabricated on one of the 
SJ previously described layer structures where the conducting channel of the device is composed of 
a composite or dual layer structure comprising a substantially pure Ge layer and a SiGe layer. 
J;; j The field-effect transistor is isolated by regions created by selectively removing the top barrier 

:j 

Q layer, the conducting dual layer channel, the undoped spacer regions and the p-type doping 

V. 

region such that a two-dimensional channel is formed only within an isolated active device 
region. A gate electrode consisting of a conducting stripe may be formed directly on the wafer 
surface above the active device region, and source and drain electrodes may be formed by 
making Ohmic contact to the conducting dual layer channel on either side of the gate electrode 
within the active device region. 
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It is an object of this invention to provide a p-type modulation-doped field-effect transistor 
(MODFET) that is fabricated on a composite or dual-layer structure comprising substantially 
pure Ge layer and a SiGe layer. 

It is an object of the invention to provide a layered structure which allows for p-channel field 
effect transistors to be formed having a channel with a unique composition profile as a function 
of depth. 

It is a further object of the invention to provide a p-channel device where the active channel is a 
composite or dual layer structure composed of a thin Ge layer together with a SiGe layer. 

It is a further object of the invention to provide p-channel devices where the composite channel 
structure takes advantage of the higher compressive strain with the benefits of higher carrier 
mobihty and a higher barrier or a deeper confining channel for hole carriers as compared to a 
channel with a single SiGe layer. 

It is a further object of the invention to provide a buried composite channel of a Ge layer with a 
SiGe layer under compressive strain for higher carrier mobility in a p-channel device. 



It is a further object of the invention to provide a p-channel device where the spacer layer is a 

composite or dual layer design composed of a thin Si layer together with a SiGe layer. 
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It is a further object of the invention to provide a layered structure and process for making where 
a desired relaxed SiGe layer can be more fully relaxed by the addition of one or more over shoot 
layers in the grade-up composition of the SiGe buffer structure. 

It is a further object of the invention to provide a p-MODFET with higher hole mobility 
compared to the prior art, such as bulk Si p-MOSFETs and single-channel SiGe p-MODFETs. 

It is a further object of the invention to provide a p-MODFET with enhanced high-frequency 
operation compared to bulk Si p-MOSFETs or compared to single-channel SiGe p-MODFETs 
•,j due to higher carrier mobility. 

- * n'«r» 

f *T 
■ h ph V H 

'.' If 

S Brief Description of the Drawings 

These and other features, objects, and advantages of the present invention will become apparent 
upon consideration of the following detailed description of the invention when read in 
conjunction with the drawing in which: 

Fig. 1 is a cross section view of a layered structure illustrating one embodiment of the invention. 
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Fig. 2 is a cross-sectional TEM of a fabricated sample illustrating the complete layered structure 
of the embodiment of the invention shown in Fig. 1. 

Fig. 3 is a SMS graph showing the Ge concentration versus depth for the fabricated sample 
structure shown in Fig. 2 illustrating the preferred Ge compositional layered structure of the 
embodiment of the invention. 

Fig. 4 is an expanded SIMS view of the top part of Fig. 3 to a depth of about 1000 A showing the 
B and Ge concentration for the modulation-doped device region. 

Fig. 5 shows the X-ray rocking curves for the (004) reflection from the relaxed fabricated 
layered structure shown in Fig. 2. 

Fig. 6 is a detailed cross-sectional TEM of the upper device region of the fabricated sample 
structure shown in Fig. 2 illustrating the composite p-channel modulation-doped device structure 
of the embodiment of the invention. 

Fig. 7 is a detailed cross-sectional TEM of a channel region of a device structure when fabricated 
on a less relaxed buffer as compared to the layered structure of Fig. 1 illustrating the presence of 
stacking faults in the active channel. 
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Fig. 8 is a graph of the measured hole mobility versus temperature in Kelvin (K) from Hall 
measurements comparing the hole mobility behavior of a high quaUty p-channel device structure 
shown in Fig. 5 v^ith a poor quahty p-channel device structure filled with stacking faults shown 
in Fig, 6. 

Fig. 9 is a cross section view of a layered structure illustrating a second embodiment of the 
invention. 

Fig. 1 0 is a plan- view diagram of a field-effect transistor. 

Fig. 11 is a cross- section view along the line 12-12 of Fig. 11 showing the composite p-channel 
layer structure. 

Fig. 12 is a cross-section view of an insulating gate field-effect transistor on a composite 
p-chaimel layer structure. 

Fig. 13 is an SEM micrograph of a portion of a completed, self-ahgned MODFET fabricated on a 
composite p-channel layer structure shown in Figs. 1 1 and 12. 

Figs. 14 and 15 are plots of data points of the forward current gain and maximum unilateral gain 
versus frequency measured with V<is equal to -0.6V and -1.5V, respectively, of a p-MODFET 
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fabricated with a composite p-channel layer structure similar to the MODFET shown partially in 
Fig. 13. 



Descriptioii of the Preferred Embodiments 



Referring to the drawing, and in particular to Fig. 1, a cross section view of a layered structure 
10 for a composite p-channel modulation-doped SiGe heterostructure is shown to illustrate the 
embodiment of the invention. Layers 12-18 are epitaxially grown on a single crystal 
semiconductor substrate 11 which may be Si, SiGe, Ge, SiC, GaAs, SOS, SOI, Bond and Etch 
back Silicon On Insulator (BESOI), etc. using an epitaxial growth technique such as ultra high 
vacuum chemical vapor depositon (UHV-CVD), molecular beam epitaxy (MBE), or rapid 
thermal chemical vapor deposition (RTCVD). For a description of UHV-CVD methods for 
growing epitaxial Si and Sii.;cGe;c films on a siUcon substrate, reference is made to U.S. Patent 
No. 5,298,452 by B. S. Meyerson which issued Mar. 29, 1994 entitled "Method and Apparatus 
for Low Temperature, Low Pressure Chemical Vapor Deposition of Epitaxial SiHcon Layers" 
which is incorporated herein by reference. 

An illustration of a preferred layered structure 20 is shown in Fig. 2 which is the lower portion 
of layered structure 10 shown in Fig. 1 . Fig. 2 shows a cross-sectional TEM view of a 
fabricated layered structure 20 comprising layers 12A, 12B, 12C, and 13-18 grown on a preferred 
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silicon substrate 3 1 . The corresponding Ge compositional profile of SiGe layered structure 20 of 
Fig. 2 as measured by secondary ion mass spectroscopy (SMS) is shown in Fig. 3. In Fig. 3, the 
ordinate respresents Ge concentration in atomic percent and the abscissa represents approximate 
depth in microns. Li Fig. 3, curve portions 2V-27\ 12B' and 12C' correspond to the Ge 
concentration in layers 21-27, 12B and 12C shown in Fig. 2, 

Fig. 4 is an expanded view of just the top part of Fig. 3 showing the device region only. Li Fig. 
3A, the ordinate on the right side represents Ge concentration in atomic percent and the abscissa 
represents approximate depth in angstroms. Curve 37 shows the Ge concentration as a function 
of approximate depth, hi Fig. 4, the ordinate on the left side represents boron concentration in 
atoms/cc and curve 39 shows the boron concentration as a function of approximate depth. 

The first epitaxial layer/described as layer 12 A in Figs. 1 and 2, of a relaxed Sii-;cGe:, formed on 
the upper surface of substrate 11, 31 is comprised of a step-graded Ge compositional layer 
structure comprising layers 21-27. Layers 21-27 have a preferred profile shown in Fig. 3 where 
the strain has been reUeved in the buffer layers 21-27 or below in substrate 1 1, 31 via a modified 
Frank Read source as a mechanism to generate new dislocations 33 which is shown in Fig. 2 and 
described in U.S. Patent No. 5,659,187 which issued on Aug. 19, 1997 to F.K. Legoues and B.S, 
Meyerson, and herein incorporated by reference. 

Buffer layer 12 comprises layers 12A, 12B and 12C and may be initially undoped, relaxed, and 
have a Ge composition at interface 19 between layers 12 and 13 in the range from about 30% to 
about 50% with a preferred value of about 35%. 

Y0998-460 - 12 - 



The design of layer 12 is actually made of a starting Sii-;<Ge:. layer 12A of a graded Ge 
composition formed over a Si substrate 11,31 followed by an overshoot layer of Sii-yGe^ layer 
12B where y x + z and z is in the range of 0.01 to 0.1 with a preferred value of 0.05 formed 
over layer 12A, and finally by a more relaxed Sii-xGe/ , layer 12C, formed over layer 12B. 
Basically, the overshoot layer 12B functions to ensure a high degree of relaxation, i.e. >90% for 
the top Sii-.Ge;,' surface layer 12C at interface 19. hi the preferred case of achieving a fully 
relaxed Sio.65Geo.35 layer 12C, it is desirable to use an overshoot layer 12B of Sio.60Geo.40 as shown 
in Fig. 3 by curve portion 12B ' with respect to curve portions 21 -27 '. hi relaxed Sii.^cGe;^' layer 
12c, the in-plane lattice parameter, asiGe(x), is given by equation (1): 

asiGe ix) = asi + (flGe " «Si) ^ (1) 

where ;c is the Ge content and 1-x is the Si content and as; and ace corresponds to the lattice 
constant for Si and Ge respectively, and consequently in the preferred case when the top 
Sio..65Geo.35 surface layer is >90% relaxed, layer 12C would have a lattice constant which is 
greater than 4.956 A. Structurely, layer 12 serves to relax the strain caused by the lattice 
mismatch between the top surface or interface 19 of relaxed layer 12C and the underlying Si 
substrate 11, 31 where there is a 4.2% lattice misfit as Ge has a lattice spacing of 1.04 times 
larger than the lattice spacing of smgle crystal Si. The buffer thickness of layer 12 can range 
from 0.2 to 5 pm but the preferred thickness is about 2.5 |am with a Ge compositional profile 
increasing from x = 0 in a preferred stepwise fashion (compared to a continuous, linearly graded 
fashion) to a value in the range from x = 0.10 to 1.0 with a preferred value ofx = 0.35 using a 
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stepwise increase of 0.05 Ge per incremental layer as shown in Fig. 2 by layers 21-27 and in Fig. 

3 by curve portions 21 '-27 '. 

To assess the ability of layer 12 to achieve a fully relaxed Sio..65Geo.35 buffer, high resolution 
x-ray diffraction (XRD) was used to characterize the fabricated sample structure of Fig. 2. The 
measured spectrum is shown by x-ray rocking curve 62 for the (004) reflection in Fig. 5 which 
after analysis indicates that the upper part of SiGe buffer layer 12C at interface 19 is at a lattice 
parameter corresponding to a Ge compositional value of x = 0.35 with a strain relaxation of 
about 95% with respect to the underlying Si substrate 31. hi Fig. 5, the ordinate represents 
intensity in arbitrary units and the abscissa represents Bragg angle. Curve portion 63 of curve 62 
shows the measured diffraction spectra for the composite hole channel 16 and 17. Curve portion 
64 of curve 62 shows the measured diffraction spectra for the step graded layer 12. Curve 
portion 65 of curve 62 shows the measured diffraction specfra for the overshoot layer 12B. 
Curve portion 66 of curve 62 shows the measured diffraction specfra for subsfrate 11. 



The preferred method of growing silicon and silicon containing fihns, i.e. Si:B, Si:P, SiGe, 
SiGe:B, SiGeiP, SiGeC, SiGeC:B, SiGeCiP is the UHV-CVD process as described in U.S. 
Patent 5,298,452 by B.S. Meyerson mentioned above. A UHV-CVD reactor suitable for growing 
the above-mentioned silicon and silicon containing films is available from Leybold-Heraeus Co. 
in Germany, Epigress in Sweden, and CVD Equipment Corp. in Ronkonkoma, New York, USA. 



hi layered structure 10 for a composite p-channel modulation-doped SiGe heterostmcture, a 
p-doped relaxed SiGe layer 13 as shown in Fig. 1 is first formed over layer 12C to fimction as the 
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donor or supply layer beneath an active channel. Layer 13 may have a thickness in the range 
from 1 to 20 nm with a preferred thickness in the range from 4 to 5 nm and should have an 
electrically active donor dose in the range from 1 to 3x10^' cm"'. The p-type dopant of layer 13 
may be incorporated in SiGe layer 13 by doping with different flows of BjHe during epitaxial 
growth of layer 13. An example of a preferred boron dopant profile for SiGe layer 13 is shown in 
Fig. 3A with an integrated dose of 1.5x10'^ boron/cml An undoped strained Si layer 14 is 
epitaxially formed above p-doped layer 13 as a spacer layer. Layer 14 functions to separate the 
dopants in layer 13 from the active channel layers 16 and 17 to be formed above. The thickness 
of layer 14 should remain below the critical thickness of a silicon layer with respect to the lattice 
spacing at interface 19 of relaxed layer 12. The preferred thickness of layer 13 is in the range 
from 1 to 2 nm in the case when layer 12 at interface 19 is a relaxed Sio .esGeo.Bs layer. 

Next, a thin relaxed undoped SiGe layer 15 is epitaxially grown over layer 14 and similar to 
layer 14, functions as a spacer layer to fiirther separate the dopants in layer 13 from the above 
composite channel 33 comprising layers 16 and 17 in order to maintain a high hole mobility in 
layers 16 and 17. The thickness of layer 15 may range from 0 to 10 nm, with the preferred 
thickness in the range from 4 to 5 nm. A compressively-strained Ge layer 16 is epitaxially grown 
above layer 15 which fimctions as the first part of a composite p-channel 33 for p-channel field 
effect transistors. For a detailed description of a UHV-CVD method for growing an epitaxial Ge 
film on a silicon substrate, reference is made to U.S. Patent No. 5,259,918 by S. Akbar, J.O. Chu, 
and B Cunningham which issued Nov. 9, 1993 entitled "Heteroepitaxial Growth of Germanium 
Sihcon by UHV/CVD" which is incorporated herein by reference. In order for layer 16 to be 



on 



an effective component in the composite p-channel 33, the epitaxial Ge must be of device quality 
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layer void of structural defects, e.g. stacking faults and any interface roughness problems 
between layers 16 and 17. For example, in the preferred case when layer 12C is a relaxed 
Sio.65Geo.35 layer at interface 19, the thickness of Ge layer 16 may be in the range from 0 to 25 
Angstroms with a preferred thickness of 20 Angstroms as shown in Fig. 6. It should be noted 
that to maintain a layer thickness of 20 Angstroms for Ge layer 16, it is critical that layer 12 at 
interface 19 must be equal to or at least equivalent in lattice spacing to a 90% relaxed Sio.65Geo.35 
buffer. Otherwise, stacking faults will occur in Ge layer 16 in the case when grown on a smaller 
lattice spacing corresponding to a less relaxed or lower Ge content buffer layer 12 at interface 19 
as shown in Fig. 7. 

Fig. 6 shows Ge layer 16 with stacking faults in the range from 10" to 10^ defects/cml The 
stacking faults originating in Ge layer 16 may extend upwards into Sil2:15 PMi-wGcw layer 17. 
Sii-wGCw layer 17 also should have stacking faults in the range from 10" to 10* defects/cml hi 
Fig. 6, the smoothness of the upper surface of layer 17 at interface 42 is shown. Stacking faults 
are reduced to below 10* defects/cm^ by the 90% relaxation of layer 12 at interface 19. The 
percent of relaxation of a layer can be determined by measuring the lattice constant such as by 
X-ray diffraction (XRD) as mentioned above. 

Fig. 7 shows layers 12-18 similar to Fig. 6, but in Fig. 7 layer 12 and specifically at interface 19 
the lattice constant corresponded to a relaxation of less than 90% resulting in stacking faults of 
above 10* defects/cm' and typically in the range from 10* to 10* defects/cm' which are 
undesireable for electronic devices. 
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Above layer 16, a compressively strained SiGe layer 17 is epitaxially grown which will serve as 
the second part of composite channel 33 of a p-channel field effect transistor. The Ge 
composition for SiGe layer 17 may range from 50% to <100%, and the preferred composition is 
80% with a thickness ranging from 40 to 100 Angsfroms. Alternatively, SiGe layer 17 may have 
the germanium content graded within SiGe layer 17, decreasing from, for example, 0.95 Ge at 
the lower portion of the layer nearer the Ge layer 16 to about 0.50 Ge at the upper part of SiGe 
layer 17. 

Above layer 17, a SiGe cap layer 18 is grown having the preferred Ge composition the same as 
that of layer 12C at interface 19 and functions to separate p-channel 33 from the surface and to 
confine the hole carriers in layers 16 and 17. The thickness for layer 17 may range from 2 to 20 
nm, with the preferred thickness in the range from 10 to 15 nm. Layers 13, 15, and 18 may have 
the same composition of silicon and germanium to provide the same lattice spacing where the Ge 
content may be in the range from 20 to 50% with a preferred value of 35% in the case when layer 
12C at interface 19 has a lattice spacing equalivalent to a relaxed Sio.esGeo.ss buffer layer. 

The channel confinement of holes and its enhanced transport mobility is a result of the higher 
compressive sfrain ui the composite channel structure having two high Ge content layers with 
respect to the relaxed buffer layer of layer 12 at interface 19 arising from the 4.2% larger lattice 
constant for pure Ge relative to Si. The stinctural abihty to create and enhance the compressive 
sti-ain in the SiGe or Ge channel layers formed on the relaxed SiGe buffer of layer 12 can 
significantly alter the conduction and valence bands of tiie p-channel layers of 16 and 17. 

Moreover, an important parameter for the design of the p-channel modulation-doped 
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heterostructure is the valence-band offset (AEy) of the compressively strained Sii-xGc;, or Ge 
channel layer relative to the relaxed Sii-x'Ge;c' epilayer of layer 12, and is given by equation (2): 

AEv = (0.74-0.53x');c (eV) (2) 
where x ' is the Ge content of the relaxed SiGe epilayer of layer 12 and x is the Ge content in the 
hole channel. This formulation is reported in a pubhcation by R. People and J.C. Bean entitled 
"Band aUgnments of coherently strained Ge;cSi/.;c/Si heterostructures on <001> Gej,Si/-y 
substrates", Appl. Phys. Lett. 48 (8), 24 Feb. 1986, pp538-540 which is incorporated herein by 

a reference. More specifically, the valence band discontinuity (AEv) for layer 17 when it is a 
Sio aGeo s channel formed over a relaxed Sio.65Geo.35 of layer 12 would be 443 meV, and in the case 

ifl of a pure Ge channel of layer 16 an even larger band offset of 554 meV is generated in the hole 

^ H 

Q or valance band which would essentially produce a deeper quantum well or a more effective 
i;ri barrier for hole confinement, hnportantly, the compressive strain in the SiGe or Ge layer also 

5 x 'i 

^ serves to split the valence band into the heavy hole and light-hole bands whereby the hole 
Jirf transport m the upper valence band with the fighter hole mass for carrier transport along the 
strained channel wiU result in enhanced hole mobilites that could be significantly higher as 
described below than in Si p-channel field effect transistors which typically has a mobility of 
about 75 cmWs as reported in a pubhcation by M. Rodder et at. entitled "A 1.2V, 0.1 ^m Gate 
Length CMOS Technology: Design and Process Issues", ffiDM 98-623. Consequently, the 
measured hole mobihties in the occupied hole band for the composite channel structure are in the 
ranee fi-om 900 to 1400 cmWs at 300K and in the range fi-om 5000 to 10000 cmWs at 20K for 



Y0998-460 



- 18 - 



the case when layer 17 is a Sio.2Geo,8 channel with a thickness in the range from 7 to 8 nm and 
layer 16 is a Ge channel with a thickness in the range from 1.5 to 2.0 nm. 

Furthermore, Fig. 8, curve 71, shows the measured two-dimensional hole gases (2DHG) hole 
mobility behavior as a ftmction of temperature for composite p-channel 33 of Sio.2Geo,8/Ge when 
grown on a properly relaxed Sio.65Geo.35 buffer layer 12, and compares it to curve 72 which shows 
the degraded mobility behavior associated with a poor quality or defective composite channel 
structure of Sio.2Geo.8/Ge when grown on a lower content Sio.75Geo.25 buffer showing the sensitivity 
of the composite p-channel 33 to the proper design of layer 12 such as the composition profile, 
extent of relaxation, and remaining stacking faults and misfit dislocations. In Fig. 8, the ordinate 
represents hole mobility ^ih in cmWs and the abscissa represents temperature in degrees K. The 
degraded mobility behavior shown by curve 72 is due to the presence of stacking faults occurring 
in the composite p-channel 33 of Sio.2Geo.8/Ge, as illustrated in Fig. 7 in the case when the 
composite p-channel 33 is fabricated on a less relaxed or a lower Ge content epitaxial layer 
relative to layer 12 of Sio.65Geo.35. The measured mobilities as shown by curve 71 for a 
Sio.2Geo.8/Ge composite p-channel 33 are a factor of 6 to 7 higher than found in Si p-channel field 
effect fransistors. The measured mobilities as shown by curve 71 for composite p-channel 33 
had a defect density similar to that shown in Fig. 6 and is typically in the range from 10^ to 10* 
defects/cml The measured mobilities as shown by curve 72 for composite p-channel 33 had a 
defect density similar to that shown in Fig. 7 and is typically in the range from 10* to 10' 
defects/cm2. At 300K, the mobility |.ih of composite p-channel 33 equals 1,360 cmWs at a sheet 
carrier density of 1.4x10'^ cm'l At 20K, the mobility i^h of composite p-channel 33 equals 9,800 

cmWs at a sheet carrier density of 3.17x10'^ cm"l 
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In an alternate embodiment shown in Fig. 9, channel 43 comprising layers 16 and 17 are 
formed above buffer layer 12, SiGe layer 15 is formed above channel 43, Si layer 14 is formed 
above layer 15 and the supply layer, p-doped Sii-xGCx layer 13 is formed above Si layer 14. A 
dielectric layer 81, for example, silicon dioxide is formed over SiGe layer 13. In Fig. 9, like 
references are used for functions corresponding to the apparatus of Fig. 1. 

In Fig. 1, either one of spacer layers, for example, Si spacer layer 14 or SiGe spacer layer 15 
may be structurally omitted from the the composite p-channel 33 layered structure 10 without 
introducmg any major degradation in the hole confinement and mobility of the carriers in 
p-channel 33. 

hi the design of a modulation-doped device 80 shown in Fig. 9, a thicker spacer of spacer layers 
15 and 14 is usually more desirable and important when attempting to optimize the carrier 
mobility transport at low temperatures (i.e. less than < 20 K) by further separation of the active 
carriers in p-channel 43 from ionized hole donors in the supply layer 13. Nevertheless, for room 
temperature transport, there is minimal observable effect (if any at all) when only one spacer 
layer of either Si spacer layer 14 or SiGe spacer layer 15 is present to space composite channel 43 
of modulation-doped device 80 from supply layer 13. 

hi a modulation-doped device 80 where supply layer 13 is situated above active channel 43 as 

shown in Fig. 9, the composite p-channel layers are comprised of thin Ge layer 16 (less than the 
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critical thickness at interface 19 about 10 to 20 A) and a SiGe layer 17. Ge layer 16 is first 
formed on layer 12C to form interface 19. Layers 16 and 17 function as the channel region 43 of 
a the field effect transistor. Next, spacer layers comprised of SiGe spacer layer 15 and Si spacer 
layer 14 are grown over channel layer 17 which functions to separate the dopants in the above 
supply layer 13 from the below active channel of layers 16 and 17. Above spacer layer 14, a 
p-doped SiGe supply layer 13 is formed which functions as a donor layer or supply layer above 
active channel layers of 16 and 17. The germanium composition and thickness for layers 16, 17, 
15, 14, and 13 may be the same or equivalent to those of like reference numbers in Fig. 1 which 
shows a composite channel layered structure 10 with the SiGe supply layer 13 below channel 33. 

A plan view of a self-aligned p-type SiGe MODFET device is shown in Fig. 10. A cross section 

view along the line 12-12 of Fig. 10 is shown in Fig. 11. A self-aligned MODFET design is 

preferred to minimize the access resistance associated with a Schottky gated device structure, and 

the process usually requires patterning and evaporation of the gate metallization prior to the 

source/drain Ohmic metaUization. A T-shaped gate is fabricated such that the gate overhang 

serves as a mask for the source and drain Ohmic contact evaporation which prevents shorting of 

the source and drain Ohmic contacts to the Schottky gate footprint. This basic process scheme 

has been reported in a publication by M. Arafa, K. Ismail, J. O. Chu, B. S. Meyerson, and I. 

Adesida, entitled " A 70-GHz fT low operating bias self-aUgned p-type SiGe MODFET", IEEE 

Elec. Dev. Lett. vol. 17(12), Dec. 1996, pp. 586-588 which is incorporated herein by reference. 

As shown in Fig. 11, the device consists of the layer structure described in Fig. 1, and in Fig. 11 

like references are used for layers corresponding to the layers of Fig. 1 . This layer structure 
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design describes a modulation-doped heterostructvire whereby p-type doped layer 13, which 
fimctions as the supply layer, is separated from layers 16 and 17, which function as the 
conducting channel region, by undoped layers 14 and 15, which function as the spacer layers, hi 
Fig. 11, field-effect transistor 100 consists of isolation region 104 created by selectively 
removing layers 13, 14, 15, 16, 17 and 18 such that the conducting composite-channel region 
remains only in active device region 105. Isolation region 104 should completely surround active 
channel region 105 as shown in Fig. 10. Isolation region 104 can then be passivated by 
depositing insulating material 106, such as SiOx, in isolation region 104 after etching. The gate 
structure preferably should be T-shaped, i.e. narrow at the bottom and wide at the top, and have 
the properties of a high Schottky barrier for holes, low resistivity, and a high temperature barrier 
for reaction with the substrate. Such properties can be obtained by utilizing a multi-level gate 
stack, hi the preferred embodiment, the gate 107 is patterned by electron-beam Hthography using 
a bi-layer or tri-layer P(MMA-PMAA) resist system, and defined using lift-off of Ti/Mo/Pt/Au. 
hi this case, gate 107 is formed on layer 18, and from bottom to top, consists of a Ti layer 108, a 
Mo layer 109, a Pt layer 110 and an Au layer 111. This process enables gate footprint 112 
dimensions less than 0.1 \im, and source-to-gate and drain-to-gate dimensions as small as 0.1 ^im 
to be realized. Gate 107 should form a narrow stripe that completely divides the active device 
region into two distinct regions on either side. Self-aligned source and drain Ohmic contacts 113 
and 114 can then be formed by evaporating a metal over active device region 105, such that the 
overhang section 115 of gate 107 acts as a shadow mask to avoid shorting of source and drain 
contacts 113 and 114 to gate 107. hi the preferred embodiment, a thin 20-30 nm-thick layer of Pt 
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is evaporated over active device region 105 and then silicided at T - 
resistance source and drain contacts 113 and 114. 



200-400 C to form low 



A cross-section view of an insulating gate field-effect transistor on a composite p-channel layer 
structure is shown in Fig. 12. The device consists of the layer structure described in Fig. 1, and 
in Fig. 12 like references are used for layers corresponding to the layers of Fig. 1. The device 
additionally consists of insulating layer 120, which is formed on top of SiGe layer 18. hi the 
prefeired embodiment layer 120 consists of SiO„ or SixN^. The device further consists of 
isolation region 121, gate 122, and source and drain contants 123 and 124, which are configured 
in a similar manner as described in Fig. 10. hi the preferred embodiment, gate 122 is formed on 
insulating layer 120. After patterning of insulating sidewall regions 125, gate 122 acts as a mask 
for the formation of self-ahgned Ohmic source and drain contacts 123 and 124. 

Fig. 13 shows an SEM micrograph of a portion of a completed, self-aUgned MODFET fabricated 
on a composite p-channel layer structure described in Fig. 10 and Fig. 11. This particular device 
has a gate footprint of 0.12 |jm, and source-to-gate spacing of 0.15 ^im. 

Figs. 14 and 15 show graphs of the high-frequency characteristics of a self-ahgned 
composite-channel p-MODFET at two different bias voltages. This device utiUzed the design 
shown in Figs. 10 and 1 1, and had a gate footprint length of 0.09 ^im and a gate width of 25 ^im. 
The electrical results were obtamed from microwave s-parameter data taken under optimum bias 
conditions at frequencies ranging from 5 to 40 GHz. The effect of parasitic elements arising 
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from the microwave pad geometry have been removed by measiuing an open-circuit pad 
geometry, and then de-embedding the response of the actual device geometry from the total 
system response. 

Fig. 14 shows the forward current gain, l^iip, represented by data points 126, and the maximum 

unilateral gain (MUG), represented by data pomts 127, plotted versus frequency, /, for a 

drain-to-source bias voltage of Fds = -0.6 V. Fig. "15 shows the forward current gain, |/?2if, 

represented by data points 128, and the maximum unilateral gain (MUG), represented by data 

points 129, plotted vs. frequency for a drain-to-source bias voltage of Fds = -1-5 V. The unity 

current gain cutoff frequency, /t, is obtained by exfrapolating 1^21 P versus frequency at 

-20dB/decade until \h21f is equal to unity. The extrapolation of data points 126, representative of 

at Fds = -0.6 V, versus frequency is shown in Fig. 14 by sohd curve 130. The extrapolation 

of data points 128, representative of |/j2ip at Fds = -1-5 V, versus frequency is shown m Fig. 15 by 

solid curve 131. Similarly, the maximum frequency of oscillation, /max, is obtained by 

exfrapolating to unity the high-frequency values of MUG at -20 dB/decade until MUG is equal to 

unity. The exfrapolation of data points 127, representative of MUG at Fds = -0.6 V, versus 

frequency is shown in Fig. 14 by curve 122. The extrapolation of data points 129, representative 

of MUG at Fds = -1.5 V, versus frequency is shown in Fig. 15 by curve 133. The exfrapolations 

produce values of fi = 48 GHz and/max = 108 GHz at Fds = -0.6 V, and fi = 46 GHz and/n^ = 116 

GHz at Fds = -1 .5 V. To the inventors' knowledge, the values of /max are the highest ever obtained 

for a p-type field-effect transistor. The fact that /max exceeds 100 GHz at the low bias voltage of 

Fds = -0.6 V is pjulicularly impressive. The record high-frequency performance of these depletion 
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mode field effect transistor devices, and the low bias voltages at which they were obtained, is a 
direct result of the high-mobiUty composite-channel layer structure, and the self-aUgned T-gate 
device design described in Figs. 10-11. 
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fflgh Speed Composite p-Channel Si/SiGe 
Heterostructure for Field Effect Devices 



Abstract of the Invention 



A method and a layered heterostructure for forming p-channel field effect transistors is described 
incorporating a plurality of semiconductor layers on a semiconductor substrate, a composite 
channel structure of a first epitaxial Ge layer and a second compressively strained SiGe layer 
having a higher barrier or a deeper confining quantum well and having extremely high hole 
mobility. The invention overcomes the problem of a limited hole mobility for a p-channel device 
with only a single compressively strained SiGe channel layer. 
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